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(54) Method for making odor sorting packaging material 

(57) An odor sorting packaging material is pre* 
pared by applying to at least one surface of a flexible 
substrate an odor absorbing coating containing an 
effective concentration of activated carbon. The packag- 
ing material may be converted into packages, bags, 
pouches, liner members, wrappers or the like for pack- 
aging products and other materials that generate objec- 
tionable odors. 
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Description 

Background of the Invention 

5 [0001 J The present invention relates generally to a novel odor sorting packaging material and more particularly to 
a method for preparing such a material that can be converted into packages for products which generate objectionable 
odors. 

[0002] One of the most widely accepted materials used to absorb odors Is activated carbon. Activated carbon is 
used In paperboard packaging, filters, gas masks and other devices to absorb and trap objectionable odors, aromas 

w and other Impurities. For example United States Patents Nos. 5,540,91 6 and 5,693,385, owned by the present assignee 
herein, disclose an odor sorblng packaging material comprising paperboard onto which there Is applied a coating com- 
prising activated carbon. Other prior art which discloses paper-based packaging containing activated carbon Includes 
United States Patent Nos. 2,593,148 which discloses laminated sheets for wrapping foodstuffs, and United States Pat- 
ent No. 3,149,023 which discloses treated paperboard for packaging. United States Patent No. 4,504,290 discloses a 

is filter element which contains activated carbon for odor control; United States Patent No. 4,517,308 discloses the use of 
activated carbon in filter mats, air fresheners, Inner soles for shoes etc.; United States Patent No. 5,022,553 discloses 
a diaper storage container having a substantially rigid inner liner containing activated carbon; and, United States Patent 
No. 5,860,391 discloses the use of activated carbon In animal litter. However, as will be noted, in each of the prior art 
teachings, the activated carbon applications have been made primarily to rigid or semi-rigid products. Accordingly, It is 

20 an object of the present invention to incorporate activated carbon into a non-rigid structure in an expeditious, econom- 
ical and effective manner. 

Summery of Invention 

25 [0003] The present invention relates generally to packaging materials and more specifically to a substantially flexi- 
ble packaging material that has been treated to absorb the odors and aromas given off by products contained within 
packages constructed from the packaging material. For this purpose, the present invention employs activated carbon, 
a material well known for its ability to absorb objectionable odors. In a preferred embodiment, the activated carbon is 
applied to one or both surfaces of a flexible, polymeric film material using conventional technology. However it Is con- 

30 templated that other flexible substrates such as paper onto which there is applied a polymer coating, or laminates of 
paper and polymer films could be used. 

[0004] Activated carbon materials such as the NUCHAR products sold by Westvaco Corporation (the assignee 
herein), are available in particle sizes, or can be ground to particle sizes, which are readily dispersable in coatings, inks 
or the like suitable for application to flexible film materials such as polyolefins. After application of the activated carbon 
as to the film materials, the treated film can be converted into packages, liner elements, trash bags, pouches, wrappers or 
the like suitable for use in many different applications where odor absorption is desired. 

[0005] It is therefore, an object of the present invention to provide an improved method for applying an odor sorbing 
coating to packaging material. 

[0006] It is another object of the invention to provide an odor sorbing packaging material with a sufficient concen- 
40 tration of activated carbon to accomplish the purpose of deodorizing substantially the entirety of packages converted 
from the packaging material. 

[0007] And, finally, it is an object of the invention to provide an substantially flexible odor sorbing packaging material 

that may be converted into various packages useful for a variety of purposes which require odor control. 

[0008] To satisfy these and other objects of the present Invention contemplates the use of activated carbon dls- 

45 persed in a binder that can be applied to a polymeric film. Sub-micron carbon black is known for use as a coloring pig- 
ment in the manufacture of polyethylene resins to produce black trash bags. However, attempts to use typical odor 
sorbing activated carbons of larger particle size (5-40 microns) have been unsuccessful because the presence of the 
particles have produced films with holes (voids) at higher carbon concentrations, or low odor sorbing capacity at taw 
carbon concentration. Likewise, attempts to apply an aqueous coating containing activated carbon to a polyolefln film 

so have been less than successful. Such attempts have produced, on the one hand, coatings with a low carbon content 
(less than about 60%), that adhered well, but performed poorly In odor tests, or coatings with a carbon content greater 
than about 80%, with good odor sorption characteristics, but poor adhesion and excessive carbon rub-off. To overcome 
these problems, the present invention was developed. The present invention solves the problems referred to hereinbe- 
fore by applying the activated carbon containing coating in two steps. 

55 

Detailed Peacripttan 

[0009] The present invention is directed to the use of activated carbon in the manufacture of an odor absorbing 
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packaging material. In the preferred embodiment, the packaging material comprises a substantially flexible polymer 
substrate onto which there is applied a coating containing activated carbon. 

[0010] In one form of the present Invention the substrate comprises a low density polyethylene (LDPE) lilm upon 
which activated carbon in an aqueous coating composition containing a suitable binder that adheres well to LDPE Is 
5 applied by conventional techniques such as coating, printing or the like. While LDPE is disclosed herein as a preferred 
substrate, other polymer films could readily be substituted with a suitable binder material. Examples of such polymer 
films are polypropylene, polyester, and polyamide. 

[0011] An example of a suitable binder material for the preferred LDPE substrate is an aqueous styrene acrytate 
emulsion (identified as JONRE2 E-2064 from Westvaco Corporation's Chemical Division), that wets out the LDPE film 

w to provide acceptable adhesion. "Wets our in this context means that the emulsion spreads easily on the film surface 
without beading up. An aqueous binder system is preferred for the present Invention as opposed to a solvent based sys- 
tem for environmental reasons and because solvent recovery systems are complex and costly. 
[0012] Initial coatings with up to 50% by weight of activated carbon having a particle size of about 5 microns 
adhered easily to LDPE film without appreciable rub off, but performed poorly in odor absorption tests. With 60% or 

is more by weight activated carbon applied, significant rub off occurred and the products were deemed unacceptable. In 
order to Increase the concentration of carbon on the surface and reduce rub off, a two step process for applying the 
coatings was adopted 

[001 3] The two step procedure Involves an initial application of a primer coating that may contain from about 0-50% 
by weight activated carbon, followed by a second coating application comprising a carbon/binder mixture of up to about 
20 95% by weight activated carbon and the remainder binder. The second application comprising up to 95% carbon 
adheres well to the first primer layer with no appreciable rub off and achieves a high concentration of activated carbon 
on the film surface to achieve good odor control. 

[001 4] Odor panel testing of samples prepared according to the Invention demonstrated the effectiveness of the two 
step process. The results of the tests are shown in Table I. 

25 



Table I 



Odor Panel Testing 


Carbon Sample 


1 hour 


24 hours 


Odor (onion) 


5 


5 


100% Binder 


3.5 


3.5 


Carbon Powder 


3.5 


2 


50% Carbon/50% Binder 


2 


1 


1st Step: 100% Binder 
2nd Step: 95% Carbon/5% Binder 


1 


1 


One drop of onion Juice per jar. 
LDPE substrate. 


) 



45 [0015] The test samples contained equivalent amounts of activated carbon. For example, almost twice the surface 
area of the 50/50 carbon/binder coating was used compared with the 95/5 sample prepared with two steps. The results 
indicate that the 50/50 coating was substantially as effective at negating the onion odor after 24 hours as the 95/5 sam- 
ple, however the latter coating with a greater concentration of activated carbon at the film surface was more effective 
after 1 hour. 

so [0016] Accordingly it will be seen that the novelty of the present invention ties in the technique for applying the 
greatest concentration of carbon available at the film surface with little or no rub off. The amount of carbon necessary 
to accomplish the desired odor abatement result will depend in the first instance upon the strength of the odor desired 
to be eliminated or absorbed. For the purposes of the present invention, an effective application of activated carbon is 
Intended to mean sufficient carbon to absorb substantially all of the odor present in the packaged product or waste. 

55 Since the total amount of carbon required for any specific application cannot be defined with any specificity, a trial and 
error process may be involved. 

[0017] While only a preferred embodiment of the present invention has been fully described, it will be obvious to 
those skilled In the art that various modifications and substitutions could be made in the invention without departing 
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from the scope of the invention as defined In the appended claims. 
Claims 

1 . A method for making a substantially flexible odor absorbing packaging material comprising: 

(a) selecting a flexible substrate; 

(b) preparing a first odor sorbing coating composition consisting essentially of activated carbon and binder 
wherein said binder Is capable of wetting out the surface of the substrate of step (a); 

(c) applying the first odor sorbing coating to the substrate of step (a); 

(d) drying the coating of step (c); 

(e) prepa/ ing a second odor sorbing coating composition consisting essentially of activated carbon and binder 
wherein the concentration of activated carbon in the second coating is greater than the activated carbon con- 
centration of the first coating; 

(0 applying the second odor sorbing coating to the substrate over the dried residue of the first coating- and 
(g) drying the substrate. 

2. The method of claim 1 wherein the flexible substrate is a polymeric film selected from the group consisting of polv- 
olefins, polyesters, and pofyamides. ^ y 

3. The method of claim 2 wherein the binder component of the two coating compositions of steps (b) and (e) com- 
prises an aqueous emulsion selected from the group consisting of styrenes, acetates, and urethanes. 

4. The method of claim 3 wherein the carbon content in the first coating composition comprises 0-50% by weight actl- 
25 vated carbon. 

5. The method of claim 4 wherein the carbon content in the second coating composition comprises 50-95% by weight 
activated carbon. 

so 6. The method of claim 5 wherein the activated carbon has a particle size within the range 5-40 microns. 
7. The method of claim 6 wherein the flexible substrate Is low density polyethylene, 
a The method of claim 7 wherein the binder is an aqueous emulsion of styrene acrylate. 

9. Odor absorbing packaging material comprising a substantially flexible substrate having applied to at least one sur- 
face thereof an odor sorbing coating wherein said coating comprises from about 50-95% by weight activated car- 
bon and from about 5-50% by weight binder. 

40 10. The packaging material of claim 9 wherein said substrate comprises a polymeric film selected from the group con- 
sisting of polyolefins, polyesters and polyamldes. 

11. The packaging material of claim 10 wherein said binder comprises an aqueous emulsion selected from the group 
consisting of styrenes, acetates, and urethanes. 

45 

1 2. The packaging material of claim 1 1 wherein the substrate is low density polyethylene and the binder is an aqueous 
emulsion of styrene acrylate. 

13. A substantially flexible odor absorbing packaging material made by the method of claim 1 

so 
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